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Description 

Proton-conducting membrane and the use thereof 

5 The present invention relates to a novel proton-conducting polymer membrane 
based on aromatic polyazoles which contain sulfonic acid groups and in v^ich the 
sulfonic acid groups are covalently bound to the aromatic ring of the polymer and 
which can, owing to their excellent chemical and thermal properties, be used for a 
variety of purposes^ Such materials are particularly useful for the production of 
1 0 polymer electrolyte membranes (PEMs) In PEM fuel cells, 

Polymer electrolyte membrane fuel cells (PEMFCs) are based on a proton- 
conducting polymer membrane as electrolytes, viz, the polymer electrolyte 
membrane. A fuel cell in this case comprises a plurality of individual membrane 

15 electrode units (MEUs) connected in-series, This MEU comprises the PEM which is 
coated on both sides with electrodes, with the interface between membrane and 
electrodes being laden with a noble metal catalyst, usually platinum. The 
electrochemical reaction of the fuel takes place over this catalyst at the three-phase 
boundary (fuel gas/catalyst/poiymer electrolyte). Hydrogen-rich fuels such as 

20 hydrogen^ methanol or natural gas are used as fuels at the anode. Oxygen-rich gas. 
usually air, is supplied to the opposite cathode side. The chemical energy of the 
fuels is in this way converted directly into electric energy and heat. Water is fomried 
as reaction product. In this configuration, the PEM performs essential functions. 
Thus, it has to have a low permeability for the two fuels so as to act as separator, it 

25 has to have a high proton conductivity as electrolyte and at the same time has to 
have a high mechanical, chemical and thenmal stability In order to allow long-term 
use at temperatures up to 200*^0 in a strongly acidic medium without failure 
occurring. The cell perfontiance and stability is therefore closely linked to the 
memt^ane quality* 

30 

Electrolytes employed for the fuel cell are solids such as polymer electrolyte 
membranes, ceramic oxides, molten carbonates or liquids such as phosphoric acid 
or potassium hydroxide solution. Recently, polymer electrolyte membranes have 
attracted attention as electrolytes for fuel celts. In principle, a distinction can be 
3 5 made between 2 categories of polymer electrolyte membranes. 

The first category encompasses cation-exchange membranes comprising a polymer 
framework containing covalently bound acid groups, preferably sulfonic acid groups. 
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The sulfonic acid group is converted into an anion with release of a hydrogen Ion 
and therefore conducts protons- The mobility of the proton and thus the proton 
conductivrty Is linked directly to the water content if the nnembrane dries, e.g. as a 
result of a high temperature, the conductivity of the membrane and consequentiy the 
5 power of the fuel cell decreases drastically. The operating temperatures of fuel cells 
containing such cation-exchange membranes are thus limited to the boiling point of 
water. Materials used for polymer electrolyte membranes are thus, for example, 
perfluorosuifonic acid polymers. The perfluorosulfonic acid polymer (e.g. Nation) 
generally has a perfiuorinated hydrocarbon skeleton such as a copolymer of 

10 tetrafiuoroethylene and trifluoroviny! and a s)de chain bearing a sulfonic acid group, 
e.g. a side chain bearing a sulfonic acid group bound to a perfluoroalkyi group. 
Moistening of the fuei represents a great technical challenge for the use of polymer 
electrolyte membrane fuel cells (PEMFCs) in which conventional, sulfonated 
membranes such as Nafion are used. 

15 The second category which has been developed encompasses polymer electrolyte 
membranes comprising complexes of basic polymers and strong acids. Thus, 
WO 96/13872 and the corresponding US patent 5 525 436 describe a process for 
producing a proton-conducting polymer electrolyte membrane, in which a basic 
polymer^ for example a polyazole, is treated with a strong acid such as phosphoric 

2 0 acid, sulfuric acid, etc. 

Polyazoles such as polybenzimidazoies (^Celazole) have been known for a long 
time. Such polybenzimidazoies (PBIs) are usually prepared by reaction of 3,3M,4- 
tetraaminobiphenyl with isophViallo acid or diphenyll^ophthalic acid or esters thereof 
25 in the melt. The prepolymer formed solidifies in the reactor and is subsequently 
comminuted mechanically. The pulverulent prepol^er is subsequently subjected to 
final polymerization in the solid state at temperatures of up to 4CK)*C so as to give 
the desired polybenzimidazole. 

30 To produce polymer films, the PBI is dissolved in polar, aprotic solvents such as 
dimethyiacetamide (DMAc) in a further step and a film is produced by classical 
methods. 

In a further step, the film of basic polymer or polymer blend is impregnated or doped 
35 with a strong acid, preferably a mineral acid. For this purpose, the film of a basic 
polymer or polymer blend is dipped into a strong acid, preferably phosphoric acid, so 
that the film is impregnated with the strong acid and becomes a proton-'Conducting 
membrane/ 



A 
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J. Etectrochem, Soc. Volume 142. No. 7, 1895. pp. L121-L123, describes such 
doping of a polybenzimkJazole in phosphoric acid. 

5 Proton-wnducting, l,e, acid-doped, polyazole merrtJranes for use in PEM fuel cells 
are accordingly already Known, The doped, basic polyazole films then act as proton 
conductors and separators in polymer electrolyte membrane Riel cells (PEM fuel 
cells). 

10 Owing to the excellent properties of the polyazole polymer; such polymer electrolyte 
membranes can, when converted into membrane-electrode units (MEUs), be used in 
fuel cells at long-term operating temperatures above lOO^'C, in particular above 
120'C. This high long-term operating temperature allows the activity of the catalysts 
based on noble metals which are present in the membrane-electrode unit (MEU) to 

15 be increased. Particularly when using products from the reforming of hydrocarbons, 
significant amounts of carbon monoxide are present in the reformer gas and usually 
has to be removed by means of a complicated gas processing or gas purification 
step. The possibility of increasing the operating temperature enables significantly 
higher concentrations of CO impurities to be tolerated over the long term. 

20 

The use of polymer electrolyte membranes based on polyazole polymers firstly 
enable the complicated gas processing or gas purification step to be dispensed with 
in some cases and secondly enables tfie catalyst loading in the membrane-electrode 
unit to be reduced. Both are Indispensable prerequisites for large-scale use of PEM 
2 5 fuel cells, since othenvise the costs of a PEM fuel cell system are too high. 

The previously known acid-doped polymer membranes based on polyazoles display 
a favors^le property profile. However, owing to the applications desired for PEM fuel 
cells, in particular In the automobile sector and in decentralized power and heat 

30 generation (stationary sector), these need to be improved overall. Furthermore, the 
previously l<nown polymer membranes have a high content of dimethylacetamide 
(DMAc) which cannot be removed completely by means of known drying methods. 
The German patent application No. 10109829.4 describes a polymer membrane 
which is based on polyazoles and in which the DMAc contamination has been 

35 eliminated. Although such polymer membranes display improved mechanical 
properties, specific conductivities do not exceed 0.1 S/cm (at 140°C}. 

A significant advantage of such a membrane doped wHh phosphoric acid is the fact 
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that this system can be operated at temperatures above 100*C without the 
• moistening of the fuels which is otherwise necessary. TTiis is due to the ability of 
phosphoric acid to transfer protons without addition of water by means of the 
"Grotthus mechanism" (K.-D. Kreuer, Chem. Mater. 1996, 8, 610-641). Such a 
5 water-free transport mechanism is of particular interest for use in a direct methanol 
fuel cell. Here, the ^el used is methanol which can be oxidized directly without the 
necessity of a preceding reforming step. To achieve the possibility of water-free 
proton transport, methanol is not carried along with the migrating proton in the form 
of a hydrating shell as is usual In the "vehide" mechanism (K.-D. Kreuer, Chem. 
10 Mater. 1996, 8, 610-641). The power and efficiencies of a direct methanol fuel ceil 
can be improved by reducing this methanol "crossover". 

The possibility of operation at temperatures above lOCC results in further 
advantages for the fuel cell system. Firstly, the sensitivity of the Pt catalyst to 

15 impurities in the gas, in particular CO, is greatly reduced and the catalytic activity is 
improve. CO is formed as by-product in the reforming of the hydrogen-rich gas 
comprising hydrocarbon compounds, e.g. natural gas, methanol or petrdeum spirit, 
or as intermediate in the direct oxidation of methanol. The CO content of the fuel 
typically has to be less than 100 ppm at temperatures of <100*C. However, at 

20 ternperatures in the range 150-200°, 10 000 ppm or more of CO can also be 
tolerated (N. J. Bjerrum et al., Journal of Applied Electrochemistry, 2001, 31, 773- 
779). This leads to significant simplifications of the upstream reforming process and 
thus to cost reductions for the total fuel cell system. 

25 In addition to the abovementloned acid-doped polymer membranes produced by 
means of intensive processes, a polymer electrolyte membrane c(Hnprislng a basic 
polymer can also be produced directly from polyphosphoric acid. For this purpose, 
the starting monomers as described in the German patent application No. 
10117686.4 or the prepolymers as described In the German patent application No. 

30 10144815.6 or the Infusible starting polymer as described in the Gennan patent 
application No, 10117687.2 are/is dissolved in polyphosphoric acid and 
subsequently spread directly by means of a doctor blade as proton-conducting 
membrane without subsequent treatment such as drying, washing and doping being 
necessary. The main advantage of this method is process simplification. In addition, 

35 , new types of polymer electrolyte membrane can be tailor-made by means of 
targeted selection of the monom^s. 

Apart from the abovementloned materials, corresponding processes for sulfonating 
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polymers are also known from the prior art. 

To produce a PEM from a sulfonated polyether ketone (PEK), the PEK polymer Is 
firstly dissolved in a suitable solvent, e.g. concentrated sulfuric acid, after which an 
aggressive sulfonating agent such as oleum or chlorosulfohic acid is added. This 
5 sulfonated polymer is separated from the sulfonation solution in a further process 
step. For further processing, it then has to be converted into the neutral salt form by 
means of a basic solution in a further step. The polymer is subsequently brought 
back into solution and, in a further process step, a polymer film is produced by film 
casting or spreading by nieans of a doctor blade. The solvent, preferably N- 

10 methylpyrrolklone or N-djmethylacetamide is evaporated by drying. The film then 
has to be treated with acid again and subsequently washed until neutral. As an 
alternative, a polymer film which has been produced beforehand by means of 
extrusion or film casting and subsequently modified by radiation grafting, e.g. a 
styrene-modified, partially fluorinated membrane, can be treated with a sulfonation 

15 solution comprising chlorosulfonic acid and an anhydrous solvent, e.g. 
tetrachloroethane (EP-A-^ezaBS, DE-A-1 9844645). 

In these sulfonation processes using very strong sulfonating agents, uncontrolled 
sulfonation at many places on the polymer takes place. The sulfonation can also 
20 lead to chain rupture and thus to impairment of the mechanical properties and finally 
to premature failure of the fuel cell. 

Sulfonated polybenzimidazoles, too, are already known from the literature. 
Thus, US-A-4634530 describes a suifonatwn of an undoped polybenzimidazole film 
25 by means of a sulfonating agent such as sulfuric acid or oleum in ^e temperature 
range upto100*'a 

Furthermore, Staiti et al. (P, Staiti in J. Membr. Sci. 188 {2001) 71) have described 
the preparation and properties of sulfonated polybenzimidazole. It was in this case 

30 not possible to carry out the sulfonation of the polymer in the solution. On addition of 
the sulfonating agent to the PBI/DMAc solution, the polymer precipitates. To carry 
out the sulfonation, a PBI film was produced first and this was dipped into a dilute 
sulfuric acid. The specimens were then treated at temperatures of about 475^ for 2 
minutes to effect sulfonation. The sulfonated PBI membranes have only a maximum 

35 conductivity of 7.5"10'^ S/cm at a temperature of 16DX, The maximum ion-exchanga 
capacity is 0.12-meq/g, It was likewise shown that such sulfonated PBI membranes 
are not suitable for use in a fuel celL 
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The production of sulfoalkylated PBI membranes by reacting a hydroxyethyl- 
modified PBI with a sultone is described in US'A-4997892, On the basis of this 
technology, it is possibly to produce sulfopropylated PBI membranes (Sanui et al. in 
Poiym. Adv. Techn, 11 (2000) 544). The proton conductivity of such membranes Is 
10'^ S/cm and is thus too low for use in fuel cells In which 0.1 S/cm is sought. 

It is an object of the present Invention to provide a sulfonated, hlgh-temperature- 
stable polymer membrane having a high conductivity even at high operating 
temperatures. This object Is achieved by the provision of a polymer electrolyte 
membrane comprising sulfonated polyaroies doped with phosphoric acid. The 
sulfonation of the polyazole is effected by addition of a suitable sulfonating agent 
during or immediately after the polymerization to produce the polyazoles. 

The present invention provides a proton-conducting polymer membrane which is 
based on sulfonated polyazoles and is obtainable by a process comprising the steps 

A) mixing of one or more aromatic tetraamino compounds with one or more 
aromatic carboxylic acids or esters thereof which contain at least two acid 
groups per carboxylic acid monomer, or mixing of one or more aromatic 
and/or heteroaromatic diaminocarboxyiic acids, in a polyphosphoric 
acid/sulfonating agent mixture to form a solution and/or dispersion, 

B) application of a layer using the mixture from step A) to a support or an 
electrode, 

C) heating of this sheet-like structure/layer obtainable according to step B} under 
inert gas at temperatures of up to 350"C. preferably up to 280"C, to form the 
polyazole polymer, 

D) treatment of the membrane formed in step C), preferably until It is self- 
supporting. 

The aromatic and heteroaromatic tetraamino compounds used according to the 
invention are preferably 3,3\4,4Metraaminobiphenyi, 2,3,5,6-tetraaminopyrIdine, 
1,2,4,5-tetraaminobenzene, bis(3,4-diamlnophenyl) sulfone, bis(3,4-diaminophenyl) 
ether, 3,3\4,4Metraaminobenzophenone, 3,3',4,4 -tetraaminodiphenylmethane and 
3^3'^4^4Ltetraaminodiphenyldimethylmethane and their salts, in particular their 
monohydrochtoride, dihydrochloride, trihydrochloride and tetrahydrochloride 
derivatives. 

The aromatic carboxylic acids using step A) are, in particular, dicarboxylic acids, 
tricarboxylic acids and tetracarboxylic acids or their esters or their anhydrides. 
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The term aromatic carboxylic acids lil<ewise encompasses heteroaromatic carboxylic 
acids. The aromatic dicai1)ox^ic acids are preferably isophthalic acid, terephttialic 
acid, phthalic acid, 5-hydroxy isophthalic acid, 4-hydroxyl$ophtharic acid, 2- 
5 hydroxyterephthalic acid, 5-aminoisophthalic acid, 5-N,N-dlmethylaminoisophthalic 
acid, 5'N,N-dlethylamlnoi8ophthal1o acid, 2,5-dihydroxyterephlhalic acid, 2,6- 
dihydroxyisophthalic acid, 4,6-dihydroxyisopfithaljc acid, 2,3-dlhydroxyphthalic acid, 
2,4-dihydroxyphtha]ic acid, 3,4-dlhydroxyphthalic acid, 3-fluorophthallc acid, 5- 
fluoroisophthalic acid, 2-fluoroterephthalic acid, tetrafluorophthalic acid, 

10 tetrafluoroisophthallc acid, tetrafluoroterephthallc acid, 1 ,4-naphthalenedicarboxylic 
acid, 1,5-naphthalenedicarboxy)ic acid, 2,6-naphthalenedicarboxylic acid, 2,7- 
naphthalenedlcarboxylic acid, diphenic acid, 1,8-dihydroxynaphthalene-3,6- 
dicariroxylic acid, bis(4-cait)0xyphenyl) ether, benzophenone-4,4'-dicarboxylic acid, 
bis{4-dicarboxyphenyl) sulfone, biph8nyl-4,4'-dicarboxylic acid. 4- 

15 trifluoromethylphthalic acid, 2,2-bls(4-carboxyphenyl)hexafluoropropane, 4,4'- 
stllbenedicarboxylic acid, 4-carbcxycinnamic acid, or their C1-C20-all(yl esters or 
C5-C12-aryl esters, or their acid anhydrides or acid chlorides. The aromatic 
tricarboxylic acids, tetracarboxylic acids or their C1-C20-alkyl esters or C5-C12-aryl 
esters or their acid anhydrides or their acid chlorides are preferably 1,3,5- 

20 benzenetricarboxylic acid (trimesic add), 1 ,2,4-benzeneWcarboxylic acid (trimellitic 
acid), (2-carboxyphenyl)iminodlacetlc acid, 3,5,3-biphenyltricarboxylic acid, 3,5,4'- 
biphenyltricarboxylic acid, 

The aromatic tetracarboxylic acids or their C1-C20-alkyl esters or C5-C12-aryl esters 
or their acid anhydrides or their acid chlorides are preferably 3, 5,3', 5'- 
25 biphenyltetracarboxylic acid, 1,2,4, 5-benzenetetracarboxyllc acid, 
benzophenonetetracarboxylic acid, 3,3',4,4'-biphenyltetracarboxylic acid, 2,2',3,3'- 
biphenyltetracarboxytlc acid, 1,2,5,6-naphthalenetetracarboxylic acid, 1,4,5,8- 
naphthalenetetracarboxyllc acid. 

The heteroaromatic carboxylic acids used according to the invention are 
30 heteroaromatic dicarboxyllc acids and tricarboxylic acids and tetracarboxylic acids or 
their esters or their anhydrides. For the purposes of the present Invention, 
heteroaromatic carboxylic acids are aromatic systems In vi^hich at least one nitrogen, 
oxygen, sulfur or phosphorus atom is present in the aromatic. Preference is given to 
pyridine-2,5-dicarboxy|}c acid, pyridine-3,5-dicarboxyiic acid, pyridine-2,6- 
35 dicarboxyllc acid, pyridine-2,4-dicarboxy!ic acid, 4-phenyl-2,5-pyridinedicarboxylic 
acid, 3,5-pyrazo!edicarboxylic acid, 2,6-pyrimidinedicarboxylic acid, 2,5- 
pyrazinedicarboxylic acid, 2,4,6-pyridinetrlcarboxylic acid, benzimidazole-5,6- 
dtcarboxylic acid, and aiso their C1-C20-alKyl esters or C5'C12-aryl esters, or their 
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acid anhydrides or their acid chlorides. 

The content of tricarboxylic acids or tetracarboxylic acids (based on dicarboxylic acid 
used) is in the range from 0 to 30 mol%. preferably from 0.1 to 20 moP/o, In particular 
5 from0.5to10mol%. 

Mixtures of at least 2 different aromatic carboxylic acids are preferably us^ in step 
A). Particular preference is given to using mixtures comprising not only aromatic 
carboxylic acids but also lieteroaromatic carboxylic acids. The mixing ratio of 
10 aromatic carboxylic acids to heteroaromatic carboxylic acids is from 1:99 to 99; 1, 
preferably from 1 :50 to 50: 1 . 

These mixtures are, in particular, mixtures of N-heteroaromatic dicarboxylic acids 
and aromatic dicarboxylic acids. Nonlimiting examples are isophthalic acid, 
terephthalic acid, phthalic acid, 2,5-dihydroxylerephthalic acid, 2,6-dihydroxyiso- 

.15 phthalic acid, 4,6-dihydroxyisophthalic acid, 2,3-dihydroxyphthalic acid, 2,4- 
dihydroxyphthalic acid, 3,4-dihydroxyphthalic acid, 1,4-naphthalenedicarboxylic acid, 
1,5-naphtha!enedicarboxylic acid, 2,6-naphthalenedicarboxylic acid, 2,7- 
naphthalenedicarboxylic acid, diphenic acid, 1p8-dihydroxynaphthalene-3,6- 
dicarboxytic acid, bis(4-carboxyphenyl) ether, benzophenone-4,4'-dicarboxyllc acid, 

2 0 bis(4-carboxyphenyl) sulfone, biphenyl-4,4*-dicarboxylic acid, 4-trifluoro- 
methylphthallc acid, pyridine-2,5-dicarboxylic acid, pyridine-3,5-dicarboxylic acid, 
pyridine-2,6-dlcarboxyiic acid, pyridine-2,4"dicarboxylic acid, 4'Phenyl-2,5- 
pyridinedlcarboxylic acid, 3,5-pyrazoledicarboxylic acid, 2,8-pyrimidtnedicarboxylic 
acid. 2,5-pyrazinedicarboxylic acid, 

25 

The aromatic and heteroaromatic diaminocarboxylic acids us^ according to the 
invention are preferably diaminobenzoic acid and their monohydrochloride and 
dihydrpchloride derivatives, 

30 The polyphosphoric acid used in step A) is a commercial polyphosphoric acid as can 
be obtained, for example, from Riedel-de Haen. The poiyphosphoric acids 
Hn+zPnOan+i (n>1) usually have an assay calculated as PaOs (acidimetric) of at least 
83%, In place of a solution of the monomers, it is also possible to produce a 
dispersion/suspension. The mixture produced in step A) has a weight ratio of 

35 polyphosphoric acid to the sum of all monomers of from 1:10 000 to 10 000: 1^ 
preferably from 1:1000 to 1000:1, in particular from 1:100 to 100:1. 

The sulfonating agent used in step A) can be t) concentrated sulfuric acid (>95%}, ii) 
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chlorosulfonic acid, iii) a complex of SO3 with a Lewis base or other organic 
constituents, iv) an acyl or aikyi sulfate, v) an organic sulfonic acid or vi) a mixture of 
i to V. 

The amount of sulfonating agent used is from 1 to 20% by weight based on the 
5 polyphosphoric acid, preferably from 2 to 15% by weight and very particularly 
preferably 5-10% by weight. 

The layer fomiatlon In step B) is carried out by measures known per se {casting, 
spraying, spreading by doctor blade) known per se from the prior art for polymer film 

10 production. As supports, It is possible to use all supports which are Inert under the 
conditions. To adjust tlie viscosity, the solution can, if appropriate, be admixed \ylth 
phosphoric acid (concentrated phosphoric acid, 85%). In ttils way, the viscosity can 
be set to the desired value and the formation of the membrane can be made easier. 
The layer produced in step B) has a thickness of from 20 to 4000 \im, preferably 

1 5 from 30 to 1 500 nm, in particular from 50 to 500 jtm. 

The polyazole-based polymer fomned in step C) comprises recurring azole unKs of 
the general formula (I) and/or (II) and/or (III) and/or (IV) and/or (V) and/or (VI) and/or 
(VII) and/or (VIII) and/or (IX) and/or (X) and/or (XI) and/or (XII) and/or (XIII) and/or 
2 0 (XIV) and/or (XV) and/or (XVI) and/or (XVI) and/or (XVI!) and/or (XVill) and/or (XIX) 
and/or (XX) and/or (XXI) and/or (XXII). 
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(XXII) 



where 

the radicals Ar are identical or different and are each a tetravalent aromatic or 
5 heteroaromatic group which can be monocycHc or 

polycyoiic, 

the radicals Ar'' are identical or different and are each a divalent aromatic or 
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15 



20 



25 



30 



35 



the radicals Ar^ 



the radicals Ar^ 



the radicals Ar"^ 



the radicals Ar^ 



the radicals Af^ 



the radicate Ar^ 



the radicals Ar° 



the radicais Ar^ 



the radicals Ar^^ 



the radicate Ar 



the radicals X 



11 



the radicals R 



heteroaromatic group which can be monocyclic or 
polycyclic, 

are identical or different and are each a divalent or trivaient 

aromatic or heteroaromatic group which can be 

monocyclic or polycyclic, 
are identical or different and are each a trivaient aromatic or 

heteroaromatic group which can be monocyclic or 

polycyclic, 

are identical or different and are each a trivaient aromatic or 
heteroaromatic group which can be monocyclic or 
polycyclic, 

are identical or different and are each a tetravalent aromatic or 
heteroaromatic group which can be monocyclic or 

polycyclic, 

are identical or different and are each a divalent aromatic or 
heteroaromatic group which can be monocyclic or 
polycyclic, 

are identical or different and are each a divalent aromatic or 
heteroaromatic group which can be monocyclic or 
polycyclic, 

are identical or different and are each a trivaient aromatic or^ 
heteroaromatic group which can be monocyclic or 
polycydlic, 

are identical or different and are each a dh^alent or trivaient or 

tetravalent aromatic or heteroaromatic group which can 

be monocyclic or polycyclic, 
are identical or different and are each a divalent or trivaient 

aromatic or heteroaromatic group which can be 

monocyclic or polycyclic, 
are identical or different and are each a divalent aromatic or 

heteroaromatic group which can be monocyclic or 

polycyclic, 

are identical or different and are each oxygen, sulfur or an 
amino group which bears a hydrogen atom, a group 
having 1-20 carbon atoms, preferably a branched or 
unbranched alkyi or alkoxy group, or an aryl group as 
further radical, 

are identical or different and are each hydrogen, an atkyi 
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group or an aromatic group and 
n, m are each an integer greater than or equal to 10, preferably 

greater than or equal to 1 00, 
and has a sulfur content of from 2 to 20% by weight (determined by means of 
5 elemental analysis), In particular from 4 to 10% by weight. 

Preferred aromatic or heteroaromatic groups are derived from benzene, 
naphthalene, biphenyl, diphenyl ether, diphenylmethane, diphenyfdimethylmethane. 
bisphenone, diphenyl sulfone, quinoline, pyridine, bipyridine, pyridazine, pyrimidine, 

10 pyrazine, triazine, tetrazlne, pyrrole, pyrazole, anthracene, benzopyrrole, benzotri- 
azole, benzoxathiadiazole, benzoxadiazole, benzopyrldlne, benzopyrazine, 
benzopyrazldine, benzopyrimldine, benzopyrazine, benzotriazine, indo!izir>e. 
quinolizine, pyrldopyridlne, imidazopyrimidine, pyrazinopyrimidine, carbazole, 
acridine, phenazine, benzoqulnoline, phenoxazine, phentothiazine, acridlzine, 

X5 benzopteridine, phenanthroline and phenanthrene, which may aiso be substituted. 

Ar\ Ar'', Ar®, Ar^, Ar^, Ar®, Ar^'^, Ar^^ can have any substitution pattern; In the case of 
phenylene, Ar', Ar^, Ar^, Ar^, Ar*, Ar*, Ar^°, Ar" can be, for example, ortho-, meta- or 
para-phenylene, Particularly preferred groups are derived from benzene and 
20 biphenylene, which may also be substituted. 

Preferred alkyi groups are short-chain alkyi groups having from 1 to 4 carbon atoms, 
e.g. methyl, ethyl, n- or l-propyl and t-but^ groups. 

25 Preferred aromatic groups are phenyl of naphthyt groups. The alicyl groups and the 
aromatic groups may be substituted. 

Preferred substituents are halogen atoms such as fluorine, amino groups, hydroxy 
groups or short-chain ail<yl groups such as methyl or ethyl groups. 

30 

Preference is given to polyazoles having recurring units of the formula (I) in which 
the radicals X within one recurring unit are identical. 

The polyazoles can in principle also have different recurring units which differ, for 
35 example, in their radical X. However, preference is given to only identical radicals X 
being present in a recurring unit. 



Further, preferred polyazole polymers are polyimidazoles, polybenzothiazoles, 
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polybenzoxazoles, polyoxadiazoles, polyquinoxalines, polyUiiadiazoies, poly- 
{pyridines}, poiy(pyrimjdjnes) and poly<tetrazapyrene8). 

In a further embodiment of ^e present invention, the polymer comprising recurring 
5 azole unit9 Is a copol^er or a blend comprising at least two units of the formulae (I) 
to (XXil) which differ from one another. The polymers can be in the form of block 
copolymers (diblock, triblock), random copolymers, periodic copolymers and/or 
alternating polymers. 

10 In a particularly preferred embodiment of the present Invention, the polymer 
comprising recurring azole units is a polyazole comprising only units of the fomnula 
(I) and/or (11). 

The number of recurring azol units in the polymer is preferably greater than or equal 
15 to 10. Particularly preferred polymers contain at least 100 recumng azole units. 

For the purposes of the present invention, polymers comprising recurring 
benzimidazole units are preferred. Some examples of extremely advantageous 
polymers comprising recurring benzimidazole units are represented by the following 
20 formulae: 
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where n and m are each an integer greater than or equal to 10, preferably greater 
than or equal to 100. 

The polyazoles obtainable by means of the process described, but in particular the 
polybenzimidazoles, have a high molecular weight. Measured as intrinsic viscosity, it 
is at least 1,4dl/g and is thus significantly above that of commercial 
polybenzimldazole (IV < 1.1 dl/g). 
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If tricariDoxylic acids and/or letracarboxylic acids are present in the mixture obtained 
in step A), they effect branching/crosslinking of the polymer formed. This contributes 
to an improvement in the mechanical properties. The polymer layer produced in step 
C) Is treated in the presence of moisture at temperatures and for a time sufficient for 
5 the layer to have sufficient strength for use in fuel cells. The treatment can be carried 
out until the membrane is self-supporting, so that it can be detached from the 
support without damage. 

In one variant of the process, the formation of oligomer^ and/or polymers can be 
10 brought about by heating the mixture from step A) to temperatures of up to 350°C, 
preferably up to 280''C. Depending on the temperature and time selected, the 
heating in step C) may be able to be partly or entirely omitted. This variant is also 
provided by the present invention, 

15 Furthermore, it has been found that when using aromatic dicarboxylic acids (or 
heteroaromatic dicarboxylic acids) such as isophthafic acid, terephthalic acid, 2,5- 
dihydroxyterephthalic acid, 4,6-dihydroxyisophthalic acid, 2,6-dihydroxysophthaiic 
acid, diphenic acid, 1,8-d!hydroxynaphthalene-3,6-dicarboxylic acid, bis(4- 
carboxyphenyl) ether, benzophenone-4, 4 -dicarboxylic acid, bis(4-carboxyphenyl) 

20 sulfone, biphenyl-4,4'-dicarboxylic add, 4-trifluoromettiylphthalic acid, pyridine-2,5- 
dicarboxylic acid, pyridine-3,5-dicarboxylic acid, pyridtne-2,6-dicarboxylic acid, 
pyridine-2,4-dicarboxyllc acid, 4-phenyl-2,5-pyridinedicarboxylic acid, 3,5- 
pyrazoledicarboxylic acid, 2,6-pyrimidinedicarboxylic acid, 2,5-pyrazinedicarboxylic 
acid, the temperature in step C), or If the formation of oligomers and/or polymers is 

25 desired as early as step A), is advantageously in the range up to SOO'C, preferably 
In the range from 100'C to 250'C. 

The treatment of the membrane in step D) is carried out at temperatures above OX 
and less than 150'C, preferably at temperatures in the range from 10°C to 120"'C, in 

30 particular from room temperature (20'C) to dO'C, In the presence of moisture or 
water and/or steam. The treatment is preferably carried out under atmospheric 
pressure, but can also be carried out under superatmospheric pressure. It is 
important rtiat the treatment is carried out in the presence of sufficient moisture, as a 
result of which the polyphosphoric acid present contributes to strengthening of the 

35 membrane by partial hydrolysis to form low molecular weight polyphosphoric acid 
and/or phosphoric acid. 



CA 02491239 2004-12-29 

WO 2004/003081 - 20 - PCT/EP2003/006308 



The partial hydrolysis of the polyphosphoric acid in step D) leads to strengthening of 
the membrane and to a decrease in the layer thickness and formation of a 
membrane having a thickness of from 15 to 3000 fim, preferably from 20 to 
2000 urn, in particular from 20 to 1500 nm, which is self-supporting. The 
5 intramolecular and intennolecular structures present In the poi^tosphoric acid layer 
formed in step B) lead In step C) to oniered membrane formation, which is 
responsible for the partk^ular properties of the membrane formed. 

The upper temperature limit to the treatment in step 0) is generally ISO'C. In the 
1 0 case of extremely brief action of moisture, for example of superheated steam, this 
steam can also be hotter than ISQ'C. The duration of the treatment Is important In 
determining the upper temperature limit. 

The partial hydrolysis (step D) can also be carried out in chambers having a 
15 controlled temperature and humidity, in which case ttie hydrolysis can be controlled 
in a targeted fashion in the presence of a defined amount of moisture. The humidity 
can be ^t to a specific value by means of the temperature or saturation of the 
environment In contact with the niembrane, for example gases such as air, nitrogen, 
carbon dioxide or other suitable gases or steam. The treatment time is dependent on 
20 the parameters selected above. 

The treatment time Is also dependent on the thickness of the membrane. 

in general, the treatment time ranges from a few seconds to some minutes, for 
2 5 example in the presence of superheated steam, or up to entire days, for example In 
air at room temperature and relatively low atmospheric humidity. The treatment time 
is preferably firom 10 seconds to 300 hours, in particular from 1 minute to 200 hours. 

If the partial hydrolysis is carried out at room temperature (20'C) by means of 
30 ambient air at a relative atmospheric humklity of 40-80%, the treatment time is in the 
range from 1 to 200 hours. 

The treatment with water in step D) can also be carried out to such a d^ree that the 
phosphoiic acid is completely removed from the membrane. 

35 

The membrane obtained according to step D) can be self-supporting, i.e. it can be 
detached Irom the support without damage and subsequently, if appropriate, be 
directly used further. 
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The concentration of phosphoric acid and thus the conductivity of the polymer 
membrane of the invention can be set via the degree of hydrolysis, I.e. the time, 
temperature and ambient humidity. According to the invention, the concentration of 
5 the phosphoric acid is reported as mole of acid per mole of repeating units of the 
polymer. For the purposes of the present invention, a concentration (mole of 
phosphoric acid per mole of repeating units of the fbmriula (ill), i.e. polybenzimi- 
dazoie) of from 10 to 25, in particular from 12 to 20, is preferred. Such high degrees 
of doping (concentrations) can be obtained only with great dlfRculty, if at ail. by 
a 0 doping of poiyazoles with commercially available ortho-phosphoric acid. 

Subsequent to the treatment according to step D), the membrane can be additionally 
crosslinked on the surface by the action of heat in the presence of atmospheric 
oxygen. This hardening of the membrane surface achieves an additional 

1 5 improvement in the properties of the membrane. 

Crossiinking can also be effected by action of IR or NIR (IR - infrared, i.e. light 
having a wavelength of more than 700 nm; NIR = near IR, i.e. light having a 
wavelength in the range from about 700 to 2000 nm or an energy in the range from 
about 0.6 to 1.75 eV). A further method is irradiation with ^-rays. The radiation dose 

20 is in the range from 5 to 200 kGy. 

The polymer membrane of the invention displays improved materials properties 
compared to the previously known doped polymer membranes, in particular, it 
displays Improved power compared to known doped polymer membranes. This is 
25 due, in particular, to an Improved proton conductivity at temperatures above and 
below 100"C without moistening of the membrane. The specific conductivity both at 
roc»n temperature and at 120X is at least 0.06 S/cm, preferably at least 0.08 S/cm, 
in particular at least 0.p9 S/cm. 

30 To achieve a further improvement in the use properties, fillers, in particular proton- 
conducting fillers, and additional acids can also be added to the membrane. The 
addition can be carried out either in step A) or after the polymerization. 

Nonlimlting examples of proton-conducting fillers are 
35 sulfates such as CSHSO4, Fe(S04)2. (NH4)3H(S04)2. LIHSOa, NaHS04. KHSO4, 

RbS04, LIN2H5SO4, NH4HSO4, 
phosphates such asZr3(P04)4, Zr(HP04)2, HZr2(P04)3, U02P04-3H20, H8UO2PO4. 

Ce(HP04)z, TI(HP04)2, KHzP04, NaH2P04, LiH2p04, 
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NH4H2PO4, CsHzP04, CaHP04, MgHP04, HSbP20e, 
HSb3p20i4, HsSbsPaOzo, 
pofyadds such as H3PWi204B nH20 {n=21-29). H3SiWi204o nH20 (n=21-29), 

HxWOa, HSbWOei H3PM012O40, H2Sb40ii, HTaWOe, 
HNbOa, HTiNbOs. HTITaOs, HSbTeOe. HsTUOa, HSbOa, 
H2M0O4, 

selenites and arsenides such as (NH4}3H(Se04}2 , UO2ASO4, (NH4)3H(Se04)2, 

KH2ASO4, Cs3H(Se04)2. Rb3H(Se04}2. 
oxides such as AI2O3, SbzOs, l^iOz, Sn02, Zr02, M0O3, 

silicates such as zeolites, zeolites(NH4+), sheet silicates, frameworl< silicates, 

H-natrolites, H-mordenltes, NH4-analclnes, NH4-sodalite5, 
NH4-gallates, H-montmorillonites, 
adds such as HCIO4, SbFg, 

fillers such as carbides, in particular SiC, Si3N4, fibers, in particular glass 

fibers, glass powders and/or polymer fibers, preferably 
ones based on polyazoles. 

In addition, this membrane can further comprise perffuorinated sulfonic acid 
additives (0.1-20% by weight, preferably 0.2-15% by weight, very particularly 
20 preferably 0,2-10% by weight). These additives lead to an increase in power, in the 
vicinity of the cathode to an increase in the oxygen solubility and oxygen diffusion 
and to a reduction in the adsorption of phosphoric acid and phosphate onto platinum. 
(Electrolyte additives for phosphoric acid fuel cells. Gang, Xiao; Hjuler, H. A.; 
Olsen, C; Berg, R, W.; Bjerrum, N, J, Chem, Dep. A, Tech. Univ, Denmark, Lyngby, 
25 Den. J. Electrpchem. Soc. (1993), 140(4), 896-902 and Perfluorosulfonimide as an 
additive In phosphoric acid fuel cell Razaq, M.; Razaq, A.; Yeager, E.; DesMarteau, 
Darryl^ D.; Singh» S. Case Cent. Electrochem, ScK. Case West, Reserve Univ., 
Cleveland. OH, USA. J. Electrochem, Soc. (1989), 136(2), 385-90.) 
NcnHmiting examples of persulfonated additives are: 
30 trifluoromethanesulfonic acid, potassium trlfluoromethanesulfonate, sodium 
trifluoromethanesulfonate, lithium trifluoromethanesulfontate, ammonium trifluoro- 
methanesuifonate, potassium perfluorohexanesulfonate, sodium 
perfluorohexanesulfonate, lithium perfluorohexanesulfonate, ammonium 
perfluorohexanesulfonate, perfluorohexanesulfonic acid, potassium nonafiuoro- 
35 butanesulfonate, sodium nonafluorobutanesulfonate, lithium nonafluoro- 
butanesulfonate, ammonium nonafluorobutanesulfonate, cesium nonafluoro- 
butanesulfonate, triethylammonium perfluorohexanesulfonate, perfiuorosulfbnimides 
and Nafion. 



10 
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Furthermore, the membrane can further comprise additives which scavenge (primary 
antioxidants) or destroy (^condary antioxidants) the firee peroxide radicals produced 
in the reduction of oxygen during operation and thereby improve the life and stability 
5 of the membrane and membrane-electrode unit as described in JP2001 1 18591 A2. 
The mode of action and molecular structure of such additives are described in 
F. Gugumus in Plastics Additives, Hanser Vertag, 1990; N.S. Allen, IVI. Edge 
Fundamentals of Polymer Degradation and Stability, Elsevier. 1992; or H. Zweifel, 
Stabilization of Polymeric Materials, Springer, 1998. 

10 

Nonlimlting examples of such additives are: 

bis(trifluoromethyl) nitroxide, 2,2,-diphenyl-1-picrlnyihydrazyl, phenols, alkylphenols, 
sterically hindered alkylphenols such as irganox, aromatic amines, sterioally 
hindered amines such as Chimassorb; sterically hindered hydroxylamines, sterically 
15 hindered aikylamines, sterically hindered hydroxylamines, sterically hindered 
hydroxylamine ethers, phosphites such as Irgafos, nitrosobenzene, methyl-2- 
nitrosopropane, benzophenone, benzaldehyde tert-butyl nitron, cysteamine, 
melanines, lead oxides, manganese oxides, nickel oxides, cc^alt oxides. 

20 Possible fields of use of the doped polymer membranes of the invention include, 
inter alia, use In fuel cells, In electrolysis, in capacKors and in battery systems. 
Owing to their property profile, the doped polymer membranes are preferably used in 
fuel cells. 

25 The present invention also provides a membrane-electrode unit comprising at least 
one polymer membrane according to the Invention. For further information on 
membrane-electrode units, reference may be made to the specialist literature, in 
particular the patents US-A-4,191,618, US-A-4 ,21 2,714 and US-A-4,333,805. The 
disclosure of the abovementioned references [US-A-4, 19 1.6 18, US-A-4,212,714 and 

30 US-A-4,333,805] in respect of the structure and the production of membrane- 
electrode units and also the electrodes, gas diffusion layers and catalysts to be 
selected is incorporated by reference into the present description. 

In one variant of the present invention, membrane fomnation can be carried out 
35 directly on the electrode rather than on a support. The treatment according to step 
D) can in this way be correspondingly shortened, since the membrane no longer has 
to be self-supporting. Such a membmne or coated electrode is also pnsvided by the 
present invention. 
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The polymerization/formation of the oligomers can also occur in step A) and the 
soluti(»i can be applied to the electrode by means of a doctor blade. Step C) can 
then be partiy w entirely omitted . 

5 

The above><le8cribed variants and preferred embodiments also apply to this case, so 
that they will not be repeated at this point. 

The coating obtained in step D) has a thickness of from 2 to 3000 i^m, preferably 
1 0 from 3 to 2000 ^im, in particular from 6 to 1 500 urn. 

An electrode which has been coated in this way can be installed in a membrane- 
electrode unit which, if appropriate, has at least one polymer membrane according to 
the invention. 

15 

General measurement methtKls: 
Measurement methods for lEC 

The conductivity of the membrane depends strongly on the content of acid groups 
20 expressed as the Ion-exchange capacity (lEC). To measure the Ion-exchange 
capacity, a specimen having a diameter of 3 cm is stamped out and placed in a 
glass beaker containing 100 ml of water. The acid liberated Is titrated with 0.1M 
NaOH. The specimen Is subsequently taken up, excess water Is dabbed off and the 
specimen is dried at 160^*0 for 4 hours. The dry weight, mo. is then determined 
25 gravlmetrically to a precision of 0.1 mg. The ion-exchange capacity is then 
calculated from the consumption of 0^M NaOH to the first titration end point, Vi in 
ml, and the dry weight, mo in mg, according to the following fomnula: 

lEC = Vi'SOO/mo 

30 Measurement method for specific (xjnductivity 

The specific conductivity Is measured by means of impedance spectroscopy in a 4- 
pole arrangement in the potentiostatic mode using platinum electrodes (wire, 
0.25 mm diameter). The distance between the current-collecting electrodes is 2 cm. 
The spectrum obtained Is evaluated using a simple model comprising a parallel 

35 arrangement of an ohmic resistance and a capacitor. The specimen cross section of 
the membrane doped with phosphoric acid is measured immediately before 
mounting of the specimen. To measure the temperature dependence, the 
measurement cell is brought to the desired temperature In an oven and the 
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temperature is regulated by means of a R-100 resistance thermometer positioned in 
the immediate vicinity of the specimen. After the temperature has been reached, the 
specimen Is maintained at this temperature for 10 minutes before commencement of 
the measurenrtent. 

Examples: 

Stock solution for the preparation of PBI membranes sulfonated In situ 

938.6 g of polyphospiioric acid (83.4 ± 0.5% of P2OS) were added to a mixture of 
26.948 g of isophthalic acid and 34.74 9 of 3,3',4,4'-tetraaminobiphenyl in a 1.5 1 
flask equipped with nitrogen inlet and outlet and a mechanical stirrer. This mixture 
was heated at 120°C for 2 hours, at 150°C for 3 hours and at 180°C for 2 hours. The 
reaction solution was then heated at 220''C and stirred for 14 hours. The resulting 
5% strength FBI solution in PPA was cooled to RT and used for producing the 
following sulfonated FBI membranes. 

A small part of the solution was precipitated by means of water. The precipitated 
resin was filtered off, washed three times with H2O, neutralized with ammonium 
hydroxide, then washed with H2O and dried at 100°C and 0.001 bar for 16 hours. 
The inherent viscosity rimh was measured on a 0.4% strength PBI solution in 100 ml 
of 96% strength H2SO4. giving a value of 1.52 dl/ig. 

Specimen 1: (PPA/lsPBI membrane) 

22.34 g of 85% strength phosphoric add and 1.66 g of 96% strength sulfuric acid 
were added to 100 g of the above-described 5% strength PBI stocic solution in 
113.6% of PPA at 220'C over a period of 30 minutes. This solution was stirred at 
220*C for a further 4 hours. The resulting sulfonated PBI solution in PPA was 
applied to a glass plate at 220''C by means of a preheated doctor blade (381 nm). A 
transparent membrane was obtained. The membrane was then allowed to stand at 
RT for 1 day, giving a self-supporting membrane. 

Specimen 2: (PPA/2sPBI membrane) 

17.24 g of 85% strength phosphoric acid and 3.314 g of 96% strength sulfuric acid 
were added to 100 g of the above-described 5% strength PBI stock solution in 
11 3.6% of PPA at 220''C over a period of 30 minutes. This solution was stirred at 
220*0 for a further 4 hours. The resulting sulfonated PBI solution In PPA was 
applied to a glass plate at 220*0 by means of a preheated doctor blade (381 i^m). A 
transparent membrane was obtained. The membrane was then allowed to stand at 
RT for 1 day. 
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Specimen 3: (PPA/3sPBI membrane) 

24.76 g of 85% strength phosphoric acid and 4.97 g of 96% strength sulfuric acid 
were added to 100 g of the above-described 5% strength RBI stoci< solution in 
5 113.6% of PPA at 220''C over a period of 30 minutes. This solution was stirred at 
220'C for a further 4 hours. The resulting sulfonated FBI solution in PPA was 
applied to a glass plate at ZZO'C by means of a preheated doctor blade (381 fim). A 
transparent membrane was obtained. The membrane was then allowed to stand at 
RT for 1 day. 

10 

3pecimen 4: {PPA/4sPB! membrane) 

38.89 g of 85% strength phosphoric acid and 6.6288 g of 96% strength sulfuric acid 
were added to 100 g of the above-described 5% strength FBI stod< solution in 
113.6% of PPA at 220°C over a period of 30 minutes. This solution was stirred at 
15 220''C for a ftjrther 4 hours. The resulting sulfonated PBi solution in 105.1% strength 
PPA was applied to a glass plate at 220''C by means of a preheated doctor blade 
(381 pm). A transparent membrane was obtained; The membrane was then allowed 
to stand at RT for 1 day. 

20 Specimen 5: (PPA/SsPBI membrane) 

41.22 g of 85% strength phosphoric acid, 19.333 g of 115 strength polyphosphoric 
acid and 9.943 g of 96% strength sulfuric acid were added to 100 g of the above- 
described 5% strength PBI stock solution in 113.6% of PPA at 220'C over a period 
of 30 minutes. This solution was stirred at 220'C for a further 4 hours. The resulting 
25 sulfonated PBI solution in PPA was applied to a glass plate at 220*'C by means of a 
preheated doctor blade (381 )im). A transparent membrane was obtained. The 
membrane was subsequently allowed to stand at RT for 1 day. 
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Claims; 

1. A proton-conducting polymer membrane which is based on sulfonated 
polymers based on polymers comprising recurring benzimteiazoie units and is 
obtainable by a process comprising the steps 

A) mixing of one or more aromatic tetraamino compounds with one or more 
aromatic carboxylic acids or esters thereof which contain at least two acid 
groups per carboxylic add monomer, or mixing ot one or more aromatic 
and/or heteroaromatic diaminocarboxylic acids, in a polyphosphoric 
acid/sulfbnating agent mixture to form a sc^ution and/or dispersion, 

B) application of a layer using the mixture from step A) to a support or an 
electrode, 

C) heating of the sheet-like structure/layer obtainable according to step B) 
under inert gas at temperatures of up to 350X, preferably up to 280''C, to 
form the polyarole polymer, 

D) treatment of the polymer layer produced In step C) in the presence of 
moisture at temperatures and for a time until the membrane is self- 
supporting and can be detached from the support without damage, 

2. The membrane as claimed in claim 1, characterized in that aromatic 
tetraamino compounds used are 3,3',4,4'-tetraamlnobtphenyi, 2,3,5,6- 
tetraamlnopyridine, 1 ,2,4,5-tetraaminobenzene, bis(3,4-d{aminophenyl) 
sulfone, bis(3,4-'diaminophenyi) ether, 3,3',4,4'-tetraaminobenzophenone, 
3,3',4,4'-tetraaminodlphenylmethane and 3,3',4,4'-tetraaminodiphenyldi- 
methylmethane. 

3. The membrane as claimed In claim 1 , characterized in that aromatic 
dicarboxylic acids used are isophthallc actd, terephthalic acid, phthalic acid, 5- 
hydroxyisophthalic acid, 4-hydroxyisophthalic acid, 2-hydroxyterephthalic 
acid, 5-aminoi5ophthalic acid, 5-N,N-dimethylaminoisophthal!c acid, 5-N,N-di- 
ethytaminoisophthalic acid, 2,5-dihydroxyterephthaIic acid, 2,5- 
dihydroxyisophthalic acid, 2,3-dihydroxyisophthalic acid, 2,3-djhydroxyphthalic 
add, 2,4-dihydroxyphthatic acid, 3,4-dihydroxyphthallc acid, 3-fluorophthaltc 
acid, 5-fluoroisophtha!ic acid, 2-fluoroterephthaljc acid, tetrafluorophthalic 
acid, tetrafluoroisophthalic acid, tetrafluoroterephthalic acid, 1,4- 
naphthalenedicarboxyllc acid, 1,5-naphthatenedicarboxylic acid, 2,6- 
naphthalenedicarboxylic add, 2,7-naphthalenedicarboxylic acid, diphenic 
acid, 1 ,8-dihydroxynaphthalene-3,6-dicarboxylic acid, bls{4-carboxyphenyl) 
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ether, benzophenone-4,4'-dlcarboxylic acid, bis(4-dicarboxyphenyl) sulfone, 
biphenyl-4,4'-dicarboxylic acid, 4-trifluorom©thylphtha!ic acid, 2,2-bls(4- 
carboxyphenyOhexafluoropropane, 4,4'*stilbenedicarboxyllc acid, A- 
carboxycinnamtc acid, or their C1^20>alkyl esters or C5'C12-aryl esters, or 
their acid anhydrides or acid chlorides. 

The membrane as claimed in ctaim 1 . characterized In that aromatic 
carboxylic adds used are tricarboxylic adds, tetracarboxylic acids or their C1- 
C20-alkyl esters or C5-C12>aryl esters or their acid anhydrides or their add 
chlorides, preferably 1,3,5-benzenetricarboxylic acid (trimesic acid); 1,2,4- 
benzenetrlcarboxylic acid (trimellitic acid); (2-carbDxyphenyl)iminodiacetic 
acid. 3,5,3'-biphenyltricarboxyllc add; 3,6,4'-biphenyltricarboxyno add and/or 
2,4,6-pyridinetricarboxyIic acid. 

The membrane as claimed in claim 1, characterized in that aromatic 
carboxylic acids used are tetracarboxylic acids, their C1-C20-alkyl esters or 
C5-C12-ary! esters or their acid anhydrides or their acid chlorides, preferably 
benzene-1,2,4,5-tetracarboxylic acid; naphthalene-1 ,4,5,8-tetracarboxylic 
acW, 3,5,3', 5'-bipheny!tetra<arboxylic acid; benzophenonetetracarboxylicacid, 
3^3'^4,4'.t)iphenyltetracarboxylic add, 2,2',3,3'-biphenyltelracarboxyltc acid, 
1,2,5,6-naphthalenetetracarboxylic acid, 1 ,4,5,8-naphthalenetetracarboxylic 
acid. 

The membrane as claimed in claim 4. charaderized in that the content of 
tricarboxylic adds or tetracarboxylic acids (based on dicarboxylic adds used) 
is from 0 to 30 mol%, preferably firom 0.1 to 20 mol%, in particular from 0,5 to 
10mol%. 

The membrane as daimed in claim 1, characterized in that heteroaromatic 
carboxylic acids used are heteroaromatic dicarboxylic acids and tricarboxylic 
acids and tetracarboxylic acids in which at least one nitrogen, oxygen, sulfur 
or phosphorus atom is present in the aromatic, preferably pyridine-2,5- 
dicarboxylic acid, pyridine-3,5-dicari30xylic acid, pyridine-2,6-dicarboxylic ackJ, 
pyridlne-2,4-dicarbox\^ic acid, 4-pheny]-2,5-pyridinedicarboxylic add, 3,5- 
pyrazoledicarboxylic acid, 2,6-pyrimidinedicarboxylic acid, 2,5- 
pyrazinedicaTt>oxyllc acid, 2,4,6-pyridinetricarboxytlc add, benzimidazoie-5,8- 
dlcarboxylic add, and also their C1-C20-alkyl esters or C5-C12-aryl esters, or 
their add anhydrides or their acid chlorides. 
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The membrane as claimed in claim 1 , characterized in that the sulfonating 
agent used in step A) Is selected from the group consisting of i) concentrated 
sulfuric acid (>95%), ii) chlorosulfonic acid, iii) a complex of SO3 with a Lewis 
base or other organic constituents, iv) an acyl or alKyl sulfate, v) an organic 
sulfonic acid and vi) mixtures of i to v. 

The membcane as claimed in claim 1, characterized in that aromatic and 
heteroaromatic diaminocarboxylic acids used are diaminobenzoic acid and its 
monohydrochloiide and dihydrochloride derivatives. 

The membrane as claimed in claim 1 , characterized in that a polyphosphoric 
acid having an assay calculated as P205 (acldlmetric) of at least 83% is used 
in step A), 

The membrane as claims in claim 1, characterized in that a polymer whic*i is 
based on polymers comprising recurring benzimidazole units of the general 
formula (I) and/or (11) and/or (III) and/or (IV) and/or (V) and/or (VI) and/or (Vli) 
and/or (VI 11) and/or (IX) and/or (X) and/or (XI) and/or (XII) and/or (Xlll) and/or 
PCIV) and/or (XV) and/or (XVi) and/or (XVI) and/or (XVII) and/or (XVIil) and/or 
(XIX) and/or (XX) and/or (XXI) and/or (XXII) 
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Where 

the radicate Ar are identical or different and are each a tetravalent 

aromatic or heteroaromatic group which can be 

monocyclic or poiycyctic, 
tihe radicals Ar^ are identical or different and are ea<^ a divalent aromatic 

or heteroaromatic group which can be monocyclic 

or polyt^cllc, 

me radicals Ar^ are identical or different and are each a divalent or 

trivalent aromatic or heteroaromatic group which 
oin be monocyciic or polycydic, 

the radicals Ar^ are identical or different and are each a trivalent aromatic 

or heteroaromatic group which can be monocyclic 
or polycyclic, 

the radicals Ar"* are identical or different and are each a trivalent aromatic 

or heteroaromatic group which can be monocyclic 
or polycycllc, 

the radicals Ar^ are identical or different and are each a tetravalent 

aromatic or heteroaromatic group which can be 

monocyclic or polycyclic, 
the radicals Ar^ are identical or drfferent and are each a divalent aromatic 

or heteroaromatic group which can be monocyclic 

or polycyctic, 

the radicals Ar^ are identical or different and are each a divalent aromatic 

or heteroaromatic group which can be monocyclic 
or polycydic, 

frie radicals Ar^ are identical or different and are each a trivalent aromatic 

or heteroaromatic gnaup which can be monocyclic 
or polycydic, 

the radicals Ar^ are identical or different and are each a divalent or 

trivalent or tetravalent aromatic or heteroaromatic 
group which can be monocyclic or polycyciic, 

the radicals Ar^^ are identical or different and are each a divalent or 

trivalent aromatic or heteroaromatic group which 
can be monocyclic or polycycHc, 

the radicals Ar^^ are identical or different and are each a dfvalent aromatic 

or heteroaromatic group which can be monocyclic 
or polycydic, 



Amended page 



CA 02491239 2004-12-29 
36 



the radicals X 



the radicals R 
n, m 



where 

the radicals R are identical or different and are each an alky! group or an 

aromatic group and 

n is an integer equal to or greater than 10, preferably, equal 

to or greater than 100, 
and has a sulfur content of from 2 to 20% by weight (determined by means of 
elemental analysis), 
is formed in step C). 

12. The membrane as claimed in claim 1, characterized in that the viscosity is 
adjusted by addition of phosphoric acid after step A) and before step 6), 

13. The membrane as claimed in claim 1, characterized in that the treatment of 
the membrane in step D) is carried out at temperatures from above OX to 
150X, preferably at temperatures in the range from lO^'C to 120X, in 
particular from room temperature (20X) to in the presence of moisture 
or water and/or steam, 

14. The membrane as claimed in claim 1, characterized in that an electrode is 
selected as support in step B) and the treatment according to step D) is such 
that the membrane fomied is no longer self-supporting. 
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are identical or different and are each oxygen, 
sulfur or an amino group which bears a hydrogen 
atom, a group having 1-20 carbon atoms, 
preferably a branched or unbranched alkyi or 
alkoxy group, or an aryl group as further radical, 
are Identical or different and are each hydrogen^ 
an alt^yl group or an aromatic group and 
are each an integer greater than or equal to 10, 
preferably greater than or equal to 100, 
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15. An electrode provided with a proton-conducting polymer coating which is 
based on polynners comprising recurring benzlmidazole units and is 
obtainable by a process comprising the steps 

A) mixing of one or more aromatic tetraamino compounds with one or more 
5 aromatk; suffocarboxylic acids or esters thereof which contain at least two 

carboxylic acid groups and one sulfonic acid group per carboxylic acid 
monomer, or mixing of one or more aromatic and/or heteroaromatic 
sulfonated dlaminocarboxylic ackis, in a polyphosphoric acid to form a 
solution and/or dispersion, 
10 B) application of a layer using the mixture from step A) to an electrode, 

C) heating of the sheet-like structure/layer obtainable according to step B) 
under inert gas at temperatures of up to Z50'C, preferably up to 280*C, to 
fewm the potyazofe polymer, 

D) treatment of the membrane formed in step C) In the presence of moisture 
15 at temperature and for a time sufficient for the layer to have sufficient 

strength for use in fuel c«lls. 

16. A membrane-electrode unit comprising at least one electrode and at least one 
membrane as claimed in one or more of claims 1 to 14. 

20 

17. A membrane-'electrode unit comprising at least one electrode as claimed in 
claim 16 and at least one membrane as claimed in one or more of claims 1 to 
14. 

25 18. A fuel cell comprising one or more nmmbrane-electrode units as claimed in 
claim 16 or 17. 
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Abstract 

Proton-conducting membrane and the use thereof 

5 The present invention relates to a novel proton-conducting polymer membrane 
based on aromatic poiyazoles which contain sulfonic acid groups and In which the 
sulfonic acid groups are covalently bound to the aromatic ring of the polymer and 
which can, owing to their excellent chemical and thennal properties, be used for a 
variety of purposes. Such materials are particularly useful for the production of 
1 0 polymer electrolyte membranes (PEMs) in PEM fuel cells. 



